ALLOYS  OF GOLD.                                              37
of the two metals—namely, AuPb2 (32 per cent, gold) and Au2Pb (65-5 per cent. gold). The existence of these compounds has been confirmed by microscopic examination. AuPb2 undergoes a polymorphic transformation
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Fig. 19. — Thermal Equilibrium Curve of Gold and Lead.											
